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WATERPROOFING MATERIAL 

This invention concerns a waterproofing material in sheet form comprising a core layer, which 
incorporates swellable bentonite clay, sandwiched between respective carrier layers. 

Such material is used as a liner to retain water in artificial ponds, lakes, lagoons etc. It is also vised 
for lining and for capping, i.e. covering, landfill waste deposit sites where the ground below has 
to be protected against leakage of contaminated liquid. It is used for a similar function and laid 
below petrol (gasolene) stations or comparable sites to prevent contamination of the water table 
by spillage of such material. It may also be used more generally as a waterproof layer below 
buildings and other stmctures and as a roofing material. 

In one form, the core layer comprises bentonite clay in particulate or granular form and the carrier 
layers are joined by either stitching or needle punching throxigh tihie clay layer. Material of this 
form is described in EP-A-0059625, EP-A-0246311 and GB2202185. Such material has to be 
wetted after installation so that the clay absorbs water before it becomes impermeable. If the 
material is damaged in transit or the in-situ wetting is uneven or insufficient the uniformity and 
reliabiUty of tiie waterproofing layer may be suspect. 

In another form, the core layer of bentonite clay is already partially hy drated by bemg mixed with 
water, and variable optional dissolved substances, to form a plastic mass and then extruded or 
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roUed to sheet form. Thus, the material is already waterproof before installation and the 
impermeability is uniform. Material of this form is described in the applicants' earlier WO 
94/05863. 

The latter type of material has the disadvantage of low shear strength. Because the carrier layers 
are not tied together, they can slide relative to each other, ynfh the clay in the core layer acting as 
a lubricant. This precludes use of such material on sloping substrates where the angle of 
inclination is greater than about 6-8 °. This precludes its use in many landfill situations. 

An object of the invention is to overcome this disadvantage. 

With this object m view, the invention provides a waterproofing material as specified in the first 
paragraph, characterised in that the carrier layers are coimected to each other by ultrasonic 
welding at intervals and/or along one or more lines. 

This manner of joining the carrier layers is applicable to both forms of material described above, 
namely those having particulate bentonite in the core layer as well as those having a clay- 
containing core layer formed from a plastic (deformable) mass. 

Carrier layers of such materials are conventionally woven or non-woven textile fabrics, which are 
permeable, it being necessary to allow water to permeate into the core clay containing layer after 
the material is installed on site and covered to enable it to swell and provide a long term 
substantially impermeable layer. However, materials of this type, including the applicant's own 




'Slabseal* product, are known wherein one of tiie carrier layers is an impermeable membrane of 
plastics material. 

For purposes of the present invention, non-woven textile fabrics are preferred as carrier layers, 
These may suitably be of polypropylene jBbre, although other materials, such as PVC, or 
polyethylene, or polyester fibre may be possible. 

In certain embodiments a mesh reinforcement may be included in the core layer. One of the carrier 
layers can then be connected to the reinforcement by a first series of ultrasonic welds while the 
other of the carrier layers is connected to the reinforcement by a second series of ultrasonic welds, 
which are offset in position relative to the first series. This has the advantage that a certain 
thickness of the core waterproofing material is always present, Le. there are no potentially 
permeable gaps. 

The invention will be described fiirther, by way of example, with reference to the accompanying 
drawings, in which; 

Fig. 1 is aschematic perspective view showing how,inafirstembodimentofthe invention, asmall 
section of material is welded along a line by ultrasonic means; 

Fig, 2 is a similar view showing the material after welding; 



Fig. 3 is a cross-section along line A-A in Fig. 2; 
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Fig. 4 is a schematic perspective view of a second embodiment of the material of Ihe invention; 
and 

Fig. 5 is a cross-section along line B-B in Fig. 4. 

As illustrated in Figs. 1 to 3, the first exemplary embodiment comprises a core layer 1 0 of a semi- 
hydrated bentonite clay composition which has been rolled or extruded to sheet form and 
sandwiched between respective carrier layers 12, 14. 

Preferably, both carrier layers 12, 14 are of non-woven textile fabric, such as polypropylene. . Use 
of non-woven material enables a stronger weld to be formed. However, it is possible to achieve 
a weld of reasonable strength using one non-woven carrier layer and one woven carrier layer. It 
may also be possible to use one carrier layer of impermeable film, the other of woven or non- 
woven textile. 

In fiill scale production the material may be up to 5m wide. Only a small section is illustrated, and 
one means of ultrasonically welding the carrier layers thereof With reference to Fig. 1, the 
material is placed over a base plate 20 on which tihiere is a triangular cross section projection 22. 
A sonotrode 24 is brought into contact with the material over the projection, which serves to 
separate the material of the core layer 10. As the ultrasonic frequency is applied, the core layer 
is cut and the two fabrics 12, 14 are welded together. 

The resultant weld line 1 8 is shown in Figs. 2 and 3. 




Preliminary tests indicate that a plurality of spaced line welds, from a few cm apart to over Im 
apart, where both carriers are of non-woven pol3q)ropylene fabric, will increase the sheer strength 
of the composite until it is comparable to commercially available material of the type where the 
core layer is particulate and the carrier layers are joined by stitching or needle-pxmching or any 
other means. This would enable the material to be used on any land slope up to about 60 °. 

Where some material of the clay containing core layer 10 remains between the carrier layers 12 
and 14 at ihe weld line 1 8, the strength of the weld is reduced, by up to 50%, as measured by the 
force required to peel apart the layers 12 and 14. 

An additional layer of an impermeable film, eg polypropylene or PVC, may be incorporated 
between either carrier layer 12, 14 and the core layer 10. This may in some cases improve the 
strength of the weld. However, its primary purpose is to control the permeability of the 
composite material and prevent the weld lines 18 from becoming permeable and breeching the 
overall integrity of the water impermeable barrier, which is to be formed by the composite. 

In other embodhnents, strips of impermeable film, as narrow as 5mm, may be provided at the 
locations of welding lines. These may be provided prior to welding, between the core layer 1 0 and 
eitiier (or both) carrier layers 12, 14. Altematively, such strips may be laid in place, possibly 
adhered, on the outer surface of either carrier layer 12, 14 either before or after welding. 

The weld lines, which may be about 1 5mm long, could also be filled in externally with addition 
bentonite containing deformable material, comparable to that ia the core layer 10. 




A pliirality of spaced weld lines may suitably be provided either parallel or perpendicular to the 
■width ofthe composite material. Thus it may take on the appearance of a duvet. However, other 
welding patterns may be suitable, such as point welds, or circular welds, distributed over the 
material, or continuous lines across the width, stopping short of the edge margins to allow for 
overlapping y/hcn. the material is installed on site. A continuous ag-zag weld across the material 
could also be a possibility. 

A further development is illustrated, in Figs. 4 and 5. To improve the resistance ofthe material 
to relative slippage ofthe carrier layers, a flexible, perforate reinforcement means is incorporated 
into the core layer 1 0. In the illustrated example, a polypropylene mesh 1 6 is included in the core 
layer 1 0 intennediate he layers 12, 14 (same reference numbers as Figs. 1 to 3). This mesh 16 is 
welded by vdtrasonics, to both the carrier layers 12, 14. As shown, the weld Imes 26 joining the 
first earner layer 12 to the mesh 16 are offset fix)m the weld imes 28 joining the second carrier 
layer 14 to the mesh 16. This reduces the risk of permeabiUty at the welds because there always 
remains a certain thickness of core material. 



Claims 



A waterproofing material in sheet form comprising a core layer, v^^ch incorporates 
swellable bentonite clay, sandwiched between respective carrier layers, characterised in 
that the carrier layers are comiected to each other by ultrasonic welding at intervals or 
along one or more lines. 

A material according to claim 1 wherein at least one of the carrier layers comprises a 
non-woven textile febric. 

A material according to claim 1 or 2 wherein the carrier layers comprise polypropylene, 
polyethylene or polyvinylchloride. 

A material according to any of claims 1, 2 or 3 including a further layer which is an 
impermeable film or m^brane. 

A material accordmg to any of claims 1, 2 or 3 herein an impermeable fihn or 
membrane is provided at the locations of ultrasonic welding. 

A material according to any preceding claim wherein the core layer is formed by 
extrusion or rolling fi-om a defonnable plastics mass vi^ierein the bentonite is s«ni- 
hydrated. 




7. A material according to any preceding claim wherein a flexible perforate reinforcement 
is included in the core layer. 

8. A material according to claim 7 or 8 wherein the reinforcement is a mesh of plastics 
material. 

9. A material according to claim 7 or 8 wherein one of the carrier layers is connected to the 
reinforcement by a first series of ultrasonic welds and the other of the carrier layers is 
connected to the reinforcement by a second series of ultrasonic welds, which are offset 
in position relative to the first series. 

10. A method of producing a waterproofing material in sheet form comprising sandwiching 
a core layer incorporating swellable bentonite clay between respective carrier layers aad 
connecting the carrier layers by ultrasonicaUy welding at intervals or along one or more 
lines. 

11. A method of producing a waterproofing material in sheet form comprising sandwiching 
a core layer incorporating swellable bentonite clay between respective carrier layers and 
including amesh reinforcement within the core layer, connecting one of the carrier layers 
to the reinforcement by ultrasonicaUy welding at a first series of locations and connecting 
the other of the carrier layers to the reinforcement by ultrasonic welding at a second 
series of locations which are offset relative to the first series. 
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12. A material substaatially as hereinbefore described with reference to Figs. 1 to 3 or Figs. 
4 and 5 of tiie accompanying drawings. 
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